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AMENDMENTS TO THE CLAIMS: 

This listing of claims will replace all prior versions, and listings, of claims in the 
application: 

1. (Currently Amended) A conductive resin composition comprising a resin component, 
carbon black and a conductive filler, 

wherein said conductive filler is present in an amount of 50 to 80% by weight based on 
the total weight of the conductive resin composition and comprises a an expanded graphite 
powder and a fine carbon fiber having a fiber diameter of 1 to 500 nm and a hollow structure, 
and 

the resin component is present in an amount of 20 to 50% by weight based on the total 
weight of the conductive resin composition and wherein said conductive resin composition has a 
resistance of 10 mQ-cm or less as measured by JIS K7194 and a fluidity of 15% or more as 
measured bvJIS K7210 . 

2. (Canceled). 

3. (Canceled). 

4. (Canceled). 

5. (Original) The conductive resin composition according to claim 2, 

wherein the weight ratio of the graphite powder to the carbon black in the conductive 
filler is from 1:1 to 4:1. 

6. (Canceled). 

7. (Original) The conductive resin composition according to claim 6, 

wherein the weight ratio of the graphite powder to the sum of the carbon black and the 
fine carbon fiber in the conductive filler is from 1:1 to 4:1. 
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8. (Canceled). 

9. (Withdrawn) A process for producing a fuel cell separator comprising the steps of: 
providing a conductive resin composition according to claim 1; 

molding the conductive resin composition by injection molding or extrusion molding. 
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